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AMENDMENTS TO THE CLAIMS 

Please amend claims 1 and 13, and cancel claims 2, 3, 5, 14 and 16 without prejudice or 
disclaimer to prosecution of their subject matter in this or another application. The pending 
claims are reproduced below. 

1 . (CURRENTLY AMENDED) A semiconductor device comprising: 
a semiconductor substrate; 

a high-dielectric-constant film on the semiconductor substrate , wherein the high- 
dielectric constant film is composed of Ab Oi having a thickness of approximately 2.5 nm; and 

a nitride layer on the high-dielectric-constant film, the nitride layer formed by 
introducing nitrogen into a top surface portion of the high-dielectric -constant film and the nitride 
layer has a thickness of 0.2 to 0.3 nm, wherein introducing nitrogen into the top surface portion 
comprises introducing nitrogen gas at 300-400 seem, for approximately 20-60 seconds, at 
approximately 10-100 mTorr; 

a gate electrode comprising a p-type impurity layer on the nitride layer, wherein 
the p-type impurity layer is a boron-contained silicon layer; and 

a lightly doped drain structure formed by a first introduction of boron to the 
substrate, a formation of a sidewall spacer adjacent to the gate electrode, and a second 
introduction of boron to the substrate to form source and drain regions 

wh e rein the high di e l e ctric constant film i s se l e cted from film compris e d of 
e nhanc e d dielectric materials including PrO a , silicat e film d e riv e d from said e nhanc e d di e l e ctric 
materials, film having multi e lem e nt mat e rials including PrO^, and film having multi lay e r e d 
structur e s including at l e ast two layers of said silicat e film . 

2-3. (CANCELED). 

4. (PREVIOUSLY PRESENTED) The semiconductor device according to claim 1, 
wherein the semiconductor substrate is a silicon substrate or a silicon layer. 

5-12. (CANCELED). 

13. (CURRENTLY AMENDED) A semiconductor device comprising: 
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a semiconductor substrate; 

a gate insulating film on the semiconductor substrate; and 

a gate electrode formed on the gate insulating film and including at least a p-type 
impurity-contained layer, wherein the p-type impurity layer is a boron-contained silicon layer; 

wherein the gate insulating film includes a high-dielectric-constant film and a 
nitride layer on the high-dielectric-constant film, wherein the high-dielectric constant film is 
composed of Ah O% having a thickness of approximately 2.5 nm, and the nitride layer is formed 
by introducing nitrogen into a top surface portion of the high-dielectric-constant film to have a 
thickness of 0.2 to 0.3 nm, and wherein introducing nitrogen into the top surface portion 
comprises introducing nitrogen gas at 300-400 seem, for approximately 20-60 seconds, at 
approximately 10-100 mTorr; and 

a lightly doped drain structure formed by a first introduction of boron to the 
substrate, a formation of a sidewall spacer adjacent to the gate electrode, and a second 
introduction of boron to the substrate to form source and drain regions 

wh e r e in the high di e l e ctric con s tant film is s e l e ct e d from film compris e d of 
e nhanc e d diel e ctric materials including PrO^, silicat e film d e riv e d from said e nhanc e d dielectric 
materials, film having multi el e m e nt materials including PrO ^ , and film having multi lay e red 
structur e s including at l e ast two lay e rs of said silicat e film . 

14. (CANCELED). 

15. (PREVIOUSLY PRESENTED) The semiconductor device according to claim 
13, wherein the semiconductor substrate is a silicon substrate or a silicon layer. 

16-22. (CANCELED). 
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